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Abstract of WO02091 25 

The invention relates to a method for producing magnetic Si02 particles, comprising the following steps: 
a) alkoxysilanes are dispersed in water, acid-catalytically hydrolyzed and condensed to form an Si02 
hydrosol; b) a magnetic particle-sol mixture is produced by adding magnetic particles, for example usual 
magnetic particles, magnetic colloids and/or ferrofluids to the Si02 hydrosol; c) dispersing the magnetic 
particle-sol mixture in an organic solvent which is immiscible with water; and d) adding a base to the 
magnetic particle-sol mixture during or after the dispersion in the organic solvent in order to form a gel. 
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(54) Title: SPHERICAL, MAGNETIC SIO z PARTICLES WITH AN ADJUSTABLE PARTICLE AND PORE SIZE AND AN 
ADJUSTABLE MAGNETIC CONTENT, METHOD FOR PRODUCING THEM AND USE OF SIO z PARTICLES OF THIS TYPE 

(54) Bezeichnung: SPHARISCHE, MAGNETISCHE SiO r PARTIKEL MIT EINSTELLBARER TEELCHEN- UND POREN- 
GROSSE SOWIE EINSTELLB AREM M AGNETGEHALT, VERFAHREN ZU DEREN HERSTELLUNG UND VERWENDUNG 
DERARTIGER Si0 2 -PARTIKEL 

(57) Abstract: The invention relates to a method for producing magnetic SiO z particles, comprising the following steps: a) alkoxysi- 
lanes are dispersed in water, acid-catalytically hydrolyzed and condensed to form an Si0 2 hydrosol; b) a magnetic particle-sol mixture 
1^ is produced by adding magnetic particles, for example usual magnetic particles, magnetic colloids and/or ferrofluids to the Si0 2 hy- 
^| drosol; c) dispersing the magnetic particle-sol mixture in an organic solvent which is immiscible with water, and d) adding a base to 
tH the magnetic particle-sol mixture during or after the dispersion in the organic solvent in order to form a gel. 
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(57) Zusammenfassung: Die vorliegende Erfindung betrifft ein Verfahren zur Herstellung magnetischer Si0 2 -Partikel mit den fol- 
£J[ genden Schritten: a) es werden Alkoxysilane in Wasser dispergiert, saurekatalytisch hydrolysiert und zu einem Si0 2 -Hydrosol kon- 
densiert, b) zur Herstellung einer Magnetpartikel-Sol-Mischung werden dem Si0 2 -Hydrosol magnetische Partikel, wie beispiels- 
weise herkbmmliche magnetische Partikel, magnetische Kolloide und/oder Ferrofluide, zugemischt, c) die Magnetpartikel-Sol-Mi- 
£^ schung wird in einem mit Wasser nicht mischbaren organischen Losungsmittel dispergiert und d) der Magnetpartikel-Sol-Mischung 
wird wahrend oder nach der Dispersion in dem organischen Losungsmittel zur Gelbildung eine Base zugesetzt. 



